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AMENDMENT 

IN THE CLAIMS: 

Please amend the claims as follows: 

26. (Previously presented) Method for the manufacture of prosthetic 
moulded parts for the dental sector with the aid of galvanic metal 
deposition, in which galvanic deposition at least partly takes 
place by pulse-plating, characterized in that gold or a gold alloy 
is deposited and that the percentage pulse duration, based on the 
total deposition time, is at least 50%. 

27. (Previously presented) Method according to claim 26, 
characterized in that galvanic deposition is ended in a time of 
less than 5 hours. 

28. (Previously presented) Method according to claim 27, 
characterized in that galvanic deposition is ended within 1 to 2 
hours . 

29. (Previously presented) Method according to claim 26, 
characterized in that the percentage pulse duration is at least 
70%. 
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30. (Previously presented) Method according to claim 26, 
characterized in that square-wave or ramp-shaped current pulses are 
used. 

31. (Previously presented) Method according to claim 26, 
characterized in that the pulse current density is between 0.2 and 
50 A/dm 2 . 

32. (Previously presented) Method according to claim 26, 
characterized in that the duration of the current pulses or current 
intervals is in the millisecond range. 

33. (Previously presented) Method according to claim 32, 
characterized in that the duration of the current pulses is at 
least 1 ms. 

34. (Previously presented) Method according to claim 32, 
characterized in that the duration of the current intervals is at 
least 1 ms . 

35. (Previously presented) Method according to claim 26, 
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characterized in that the prosthetic moulded part is deposited with 
a thickness of at least 100 urn, preferably between 150 and 300 urn. 

36. (Previously presented) Method according to claim 26, 
characterized in that galvanic deposition takes place from an 
aqueous bath. 

37. (Currently amended) Method according to claim 26, 
characterized in that galvanic deposition takes place from a gold 
sulphate sulphite bath. 

38. (Canceled) 

39. (Currently amended) Method according to claim 37 ee-, 
characterized in that at said gold sulphite bath has a gold 
concentration of more than 30 g/1. 

40. (Canceled) 

41. (Canceled) 

42. (Canceled) 

43. (Canceled) 

44. (Canceled) 
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45. (Canceled) 

46. (Canceled) 

47. (Canceled) 

48. (Canceled) 

49. (Canceled) 
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